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JEWELRY & ENAMELING

PROCESSES
Binding

Soldering
p. 38

Pickling

Polishing
p. 71

Carping
the

Bearing
p. 87

Transferring
the

Design
p. 36

Filing
Carving

Cleaning
p. 70

Polishing
p. 71

Coloring
p. 72

Bind firmly together as shown in Fig, 13.
Solder the joint.

Clean in pickle.

Buff with a felt buffing wheel and tripoli.

BEARING

Carve the bearing for the girdle of the stone to
rest upon. It should be carved far enough from
the top rim of the bezel to leave enough metal
to turn over the stone.

PRONGS

Paint the metal with shellac alcohol dye so-
lution.

Block the prongs and the design with the
scratch awl.

File the metal between the blocked prongs.
File the end of the prongs a lighter gauge.

Carve the prongs to hold the stone. The bezel
may be ornamented by sawing, piercing, carv-
ing, and by applique.

Remove any scratches with a file and scotch
stone.

Buff with a felt buffing wheel and tripoli.
Polish with a doth buffing wheel and rouge.

Color with potassium sulphide solution.
Remove excess color with whiting.
Polish with a chamois buffing wheel,